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(54) One-step preparation of separation media for reversed-phase chromatography 

(57) A separation medium for reversed-phase chro- 
matography is prepared by polymerizing an aqueous . . _ 

vinyl monomer mixture to which a hydrophobic alky) 
methacrytate with 3 or more carbon atoms in the alkyl 
group and a detergent have been added. The further 
inclusion of a vinyl monomer with a charged group in the 
reaction mixture produces a separation medium useful 
for reversed-phase electrochromatography. Perform- 
ance of the polymerization in a capillary produces a 
continuous bed inside the capillary. An alternative for 
non-capillary separations, such as those conducted in 
larger diameter tubing, is the preparation of the medium 
in a vessel outside the tubing, followed by granulation of 
the polymer and placement of the granules in the tub- 
ing. 
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Description 

This invention relates to reversed-phase chroma- 
tography, and in particular to the preparation of chroma- 
tographic media for the various forms of reversed-phase s 
chromatography. 

BACKGROUND OF THE INVENTION 

Reversed-phase chromatography requires the use 10 
of a separation medium that contains hydrophobic alkyl 
groups as contact sites on the medium surface. The 
medium itself is a polymer generally formed by polymer- 
ization in an aqueous solution, and the inclusion of the 
hydrophobic alkyl groups requires a further reaction in a 75 
nonaqueous medium on the surface of the polymer 
itself after the polymer has been formed. In large-scale 
production or in laboratory situations where a large 
number of analyses or columns are needed, the time 
required for a second reaction can affect cost and effi- 20 
ciency. Furthermore, when the polymer is porous, pen- 
etration of the pores becomes a factor in both the rate of 
reaction and the uniformity of distribution of the hydro- 
phobic groups on the polymer surface. 

Reversed-phase chromatography can be per- 25 
formed in capillaries as well as relatively large-diameter 
tubing. The use of a capillary permits separations to be 
performed at high voltage with the rapid dissipation of 

heat to avoid excessive joule heating. Further advan 

tages are the use of very small amounts of sample, and 30 
the completion of an analysis in a relatively short period 
of time. A reversed-phase separation however requires 
that the capillary be packed with solid phase such as 
beads, which is difficult to do in a capillary, particularly 
in a manner that will result in a uniform packing density. 3$ 
Another difficulty in the use of a packed capillary is that 
a supporting frit is generally required at the capillary 
outlet to hold the beads in place. Preparation of the frit 
is not a simple task, and the frit often generates air bub- 
bles during the separation. For these reasons, capillar- 40 
ies are not widely used for reversed-phase 
chromatography. 

These disadvantages are eliminated by the forma- 
tion of a continuous bed in the capillary, i.e., a mono* 
Irthic porous polymer used in place of the beads, the 45 
polymer having been formed by polymerization in the 
capillary itself, spanning the entire cross section of the 
capillary and bonded to the capillary wall. A description 
of this type of bed is found in granted European Patent 
Specification No. 0 407 560 of Bio-Rad Laboratories, so 
Inc., and its United States counterpart, pending applica- 
tion serial no. 08/400,41 9, filed March 2, 1995. The dis- 
closures of both of these documents are incorporated 
herein by reference. 

Like polymeric separation media in general, how- ss 
ever, the formation of a continuous porous polymer bed 
is performed with an aqueous solution, and the resulting 
bed is at least primarily hydrophilic. The subsequent 
reaction to place hydrophobic groups on the polymer 



surface must be performed inside the capillary, and here 
again, the need for two reactions adds to the cost of the 
column. 

SUMMARY OF THE INVENTION 

It has now been discovered that a separation 
medium for reversed-phase chromatography can be 
prepared in a one-step reaction by polymerizing an 
aqueous vinyl monomer mixture that includes both a 
hydrophobic alkyl methacryiate where the alkyl group 
has 3 or more carbon atoms, and a detergent. The 
remaining components of the monomer mixture include 
either a vinyl monomer, an acrylic monomer or a meth- 
acrylic monomer, phis a crosslinking agent, all 
hydrophilic prior to polymerization, plus initiators or cat- 
alysts as necessary. The detergent serves to incorpo- 
rate the hydrophobic non-water-soluble alkyl 
methacryiate into the aqueous reaction mixture to pro- 
vide full reactive access between the alkyl methacryiate 
and the hydrophilic components of the mixture, and 
thereby incorporate the hydrophobic alkyl group homo- 
geneously into the resulting polymer. The medium is 
thus formed by a one-step reaction, all reactants being 
combined in a single reaction mixture prior to the polym- 
erization. 

The invention is useful for the preparation of a gran- 
ulated separation medium which once formed can be 
placed inside separation vessels of any shape, size or 
configuration, and also for the preparation of a continu- 
ous bed filling the interior of the vessel. One area of par- 
ticular interest is the formation of a continuous bed in a 
capillary, where the reaction mixture immediately after 
formation is drawn into the capillary so that the polymer- 
ization occurs in the capillary interior. The capillary is 
thus ready for use in a considerably shorter period of 
time. The invention is adaptable for electrochromatogra- 
phy, either in a capillary or otherwise, by the further 
inclusion in the polymerization mixture of a vinyl mono- 
mer with a charged group. 

These and other objects, features and advantages 
of the invention will be apparent from the description 
that follows. 

BRIEF DESCRIPTION OF THE DRAWINGS 

FIG. 1 is a plot of bulk flow rate caused by elec- 
troosmotic flow vs. the pH of the running buffer, using a 
continuous bed prepared in accordance with this inven- 
tion. 

FIG. 2 is a plot of the capacity factors of the solutes 
in a sample mixture vs. the acetonifrile content of the 
running buffer when the sample mixture is separated in 
a continuous bed prepared in accordance with this 
invention. 

FIGS. 3a and 3b are chromatograms of a sample 
mixture obtained on a continuous bed prepared in 
accordance with this invention, the separation per- 
formed using a running buffer with a constant ace- 
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tcnitrile content (FIG. 3a) and a running buffer with a 
stepwise increase in the acetonitrile content (FIG. 3b). 

FIGS. 4a and 4b are chromatograms of a sample 
mixture obtained on a continuous bed prepared in 
accordance with this invention, using running buffers 
both with (FIG. 4a) and without (FIG. 4b) sodium 
dodecyi sulfate. 

FIG. 5 is a chromatogram obtained under condi- 
tions similar to those of the preceding Figures, but using 
a capillary having an internal diameter that is either one- 
fourth or one-third the size of the capillaries used in the 
preceding Figures. 

FIG. 6 is a chromatogram obtained on a different 
continuous bed in accordance with this invention. 

DETAILED DESCRIPTION OF THE INVENTION AND 
PREFERRED EMBODIMENTS 

Trie hydrophilic monomer system to which the 
charged monomers and hydrophobic monomers are 
added consists of monomers that are sufficiently 
hydrophilic to form aqueous solutions, with solubilities of 
at least about 10%. The monomers of interest are vinyl, 
acrylic and methacrylic monomers. Specific examples 
are vinyl acetate, vinyl propylamine, acrylamide, meth- 
acrylamide, glycidyi methacrylate, and glyctdyl acrylate. 

CrasslinWng agents suitable for use in the present 
invention include any brfunctionaJ species capable of 
- reacting with the monomer in a crosslinking manner. For 
poiyacrylamides and polymers of other forms of acrylic 
acid, examples of suitable crosslinking agents are 
bisacrylamides, diacrylates, and a wide range of termi- 
nal dienes. Specific examples are dihydroxyethytenebi- 
sacrylamide diallyltartardiamide, trial fyl citric triamide, 
ethylene diacrylate, bisacrylylcystamine, N.N'-methyl- 
enebisacrylamide and piperazine diacryiamide. 

The hydrophobic alky! methacrylate is an alkyi ester 
of methacrylic acid, the alkyi of the alcohol moiety of the 
ester being any alkyi group that will serve as a hydro- 
phobic group for reversed-phase chromatography. Pre- 
ferred afkyfs are those having 3 to 30 carbon atoms, and 
further preferred are those that are saturated, with at 
least three carbon atoms arranged in a linear chain. Still 
further preferred are those that contain 6 to 30 carbon 
atoms, still further 10 to 30 carbon atoms, and still fur- 
ther 12 to 20 carbon atoms, all saturated and in an 
unbranched chain. For hydrophobic interaction chroma- 
tography, n-butyi methacrylate is particularly preferred, 
and for other types of reversed-phase chromatography, 
stearyl (C 18 ) methacrylate Is particularly preferred. 
Other specific examples are n-octyi (Cg), capric (C 10 ), 
lauryl (C 12 ), myristyl (C 14 ), cetyl (C^, arachidyl (C2o) f 
and docosanyi (C22) methacrylates. 

The detergent can be any of the wide variety of 
detergents known to those skilled in the art Preferred 
detergents are nonionic detergents, and further pre- 
ferred detergents are those having a hydrophile- 
lipophile balance within the range of about 10 to about 
15, particularly from about 12 to about 14. Ethoxylated 



alkytphenols are one class of nonionic detergents that 
can be used effectively In this invention. Further exam- 
ples are ethoxylated glycerides and gtycertde deriva- 
tives, alkyi polysaccharide ethers, alkyi ethers of 
5 polyethylene glycol, and sorbitan monolau rates. Other 
examples will be readily apparent to those skilled in the 
art. 

When charged monomers are included in the reac- 
tion mixture to achieve media suitable for etectrochro- 

10 matography, the charged groups on these monomers 
can be either positively charged or negatively charged. 
Each charged monomer will further contain a terminal 
vinyl group to permit incorporation into the polymer 
chain. Examples of monomers with positively charged 

15 groups are dtmethylaminoethyl methacrylate, 2-trimeth- 
ytammoniomethyl methacrylate chloride, diethyiami- 
noethyl acrylate, and dimethyl diallyl ammonium 
chloride Examples of monomers with negatively 
charged groups are vinyl sulfonic acid, acrylic acid, 

20 methacrylic acid, 2-aoylarrudoglycolic acid, and 2-acry- 
lamido-2-methyl-1 -propanesulfonic acid. Many other 
suitable examples of both types are well known and 
readily available from commercial suppliers. 

The quantities of hydrophilic uncharged monomer, 

25 crosslinker, charged monomer and hydrophobic mono- 
mer can vary considerably within the scope of the inven- 
tion. For best results, however, certain ranges are 
preferred. The total of the concentrations of the mono- 
mers and crosslinker. whether or not the monomers 

30 include a charged monomer for electrochromatography, 
are preferably within the range of about 2% to about 
50% of the aqueous reaction mixture, on a weight basis. 
More preferably, the range of total concentrations is 
from about 1 0% to about 30%, although in certain cases 

35 the total is preferably within a range of about 2% to 
about 5%. The mole fraction of the crosslinking agent 
relative to the monomer combination (with or without the 
charged monomer) is preferably within the range of 
about 0.10 to about 0.70. More preferably, this mole 

40 fraction is within the range of about 0.2 to about 0.4, 
although in certain cases the more preferred range is 
about 0.4 to about 0.6. 

A preferred range for the mole fraction of the 
charged monomer relative to the total monomers plus 

4s crosslinker is about 0.03 to about 3.0, and a more pre- 
ferred range is about 0.1 to about 1 .0. A preferred range 
for the hydrophobic alkyi methacrylate monomer rela- 
tive to the total monomers plus crosslinker Is about 
0.003 to about 0.3, and a more preferred range is about 

so 0.01 to about 0.10. A preferred range for the mole ratio 
of detergent relative to the hydrophobic alkyi methacr- 
ylate is about 0.03 to about 3.0, and a more preferred 
range is from about 0.1 to about 1.0. 

The remainder of the reaction mixture is an aque- 

55 ous solution, as conventionally used for polymerization 
reactions of this type. The solution will generally contain 
additional components as needed for the polymeriza- 
tion to occur, typically initiators, catalysts or both. The 
selection of these components will be readily apparent 
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to those skiOed in the art. 

When the reaction is performed In a capillary to 
form a continuous bed, the size of the capillary is not 
critical and may vary. Preferred capillaries are those 
having internal diameters of less than about 500 
microns, and most preferably about 1 0 microns to about 
300 microns. For silica capillaries, it is frequently bene* 
ficiaJ to coat the capillary wall prior to drawing the reac- 
tion mixture into the capillary. An appropriate coating 
win be one that covalently binds reactive groups to the 
capillary wall which will then bond to the polymer during 
the polymerization reaction. For silica capillaries, the 
coating can be a bif unctional compound containing one 
functional group that binds to free hydroxyf groups on 
the silica surface and another that reacts with the mon- 
omers in the polymerization reaction occurring in the 
aqueous reaction mixture. Examples of such bifunc- 
b'onai compounds are y-mettecrylGxypropyftrimetrtylsi- 
lane, vinyitriacetcocysilane, vinytoi(p- 

methaxyethoxy)siIane, vnyttrichlorosilane, and methyl- 
vinyldichtorosilane. 

Once the polymerization reaction is complete, non- 
reacted materials such as the detergent and the polym- 
erization Initiators are removed from the bed by flushing 
the capillary with deionized water or other appropriate 
liquid, and equilibrating the column with the mobile 
phase to be used in the separation. 

The following examples are offered for illustration 
on jy .. . 

EXAMPLE 1 

This example compares elecboosmotic flow rates 
with mobile phases of differing pH, to verify that the 
electroosmotic flow originates with the charged groups 
on the continuous bed polymer, rather than the mobile 
phase itself. 

A monomer mixture was prepared by combining the 
following in 1 mL of 0.015 MTris-HCI at pH 8.5: 

0.12 g piperazine diacryfamide 
0.075 g methacrylamide 
0.065 g ammonium sulfate 
150 yl_ vinyl sulfonic acid 

To 400 pL of this solution were added 50 mg of stearyl- 
methacrylate, melted at 37°C, and 15 *iL of TRITON® 
X-100, a nonionic ethoxylated alkylphenol detergent 
identified as octylphenoxypolyethoxyethanol having a 
HLB of 13.5, a product of Union Carbide Corporation, 
Danbury, Connecticut, USA. The resulting mixture was 
heated in a water bath to the cloud point of the deter- 
gent and mixed, followed by the addition of ammonium 
persulfate (5jiL of a 10 weight percent aqueous solu- 
tion) and 4 jiL of N t N,N\NMetrajriethylethylenediamine. 
The mixture was then immediately drawn into fused sil- 
ica capillary tubing precoated with T-methacrylaxypro- 
pyttrimelhoxysOane, the capillary measuring 100 
microns internal diameter and haying an effective length 



of 160 mm. Polymerization was allowed to proceed 
overnight The capillary was then rinsed with deionized 
water, acetonrtrile, and finally with the mobile phase, 
which was 60 volume percent acetonrtrile in 4 mM 
5 sodium phosphate at various pH values, as indicated 
below. 

A sample consisting of polycyclic aromatic hydro- 
carbons was prepared by dissolving naphthalene, 2- 
methyl naphthalene, fluorene, phenanthrene and 

10 anthracene, dissolved in 4 mM sodium phosphate, pH 
7.4, containing 60% (by volume) acetonrtrile. A quantity 
of vitamin B 12 (cyanocobalamm) was included in the 
sample to provide a measure of the migration time. The 
sample was injected into the column by electrophoretic 

is means at a voltage of 1 ,000 V for 2 seconda The sepa- 
ration was then performed with an applied voltage of 3.0 
kV. On-line detection was performed through the capil- 
lary itself, by absorption of ultraviolet fight 

Four runs were performed, differing only in the pH 

£0 of the mobile phase, using pl-Ts of 3.4, 6.0, 6.6 and 8.2. 
Using the B 12 as a marker, the electroosmotic flow was 
determined in millimeters per minute as a function of the 
mobile phase pH, and the results are plotted in FIG. 1. 
The plot shows that the velocity of the electroosmotic 

25 flow is independent of the pH of the mobile phasa This 
indicates that the electroosmotic flow originates from 
the sulfonic acid iigands in the continuous bed. The col- 
umn thus offers the advantage of allowing the separa- 
■ tion to be performed at a pH selected to achieve 

30 optimum separation for any given mixture of solutes. 
The ability to select a pH that is optimal for a particular 
solute mixture is not available in silica beds where the 
osmotic flow varies with the pH. 

35 EXAMPLE 2 

This example compares the effect of acetonrtrile 
content in the mobile phase on the capacity factor of 
each solute, 

40 A series of separations were performed using a col- 
umn prepared as described in Example 1 at the same 
voltage, and a sample identical to that of Example 1. 
Three separations were performed, using different 
mobile phases 50%, 60% and 70% (by volume) ace- 

45 tonrtrile, all in 4 mM sodium phosphate at pH 7.0. The 
capacity factor K for each solute, defined as the ratio of 
the amount of solute present in the stationary phase to 
that in the mobile phase, and calculated as: 



so 




where f fl is the retention time of the solute and to is the 
55 elution time of an unrestrained component (B 12 ), was 
determined and is plotted in FIG. 2. In this and ad sub- 
sequent examples, naphthalene is designated by the 
numeral 1 , 2-methyt naphthalene by the numeral 2, flu- 
orene by the numeral 3, phenanthrene by the numeral 



4 



7 



EP0813062A2 



8 



4, and anthracene by the numeral 5. 

The results snow that a decrease in the concentra- 
tion of acetonitrile below 60% by weight produces an 
increase in the capacity factor of each solute. This is 
consistent with the interaction between acetonitrile and 
hydrophobic groups in the stationary phase: lowering 
the acetonitrile content produces greater interaction 
between the non-polar solutes and the stationary 
phase. The greater interaction improves resolution but 
lengthens the migration time. 

EXAMPLE 3 

This example illustrates how improved peak resolu- 
tion can be achieved by narrowing the starting zone of 
solutes. The starting zone was narrowed by increasing 
the net velocity of the rear of the applied sample zone 
relative to that of the front of the zona This was 
achieved by raising the concentration of aeetonitrfle at 
the rear of the applied sample zone in a stepwise 
increase from 50% to 70% (by volume). This caused 
both a narrowing of the starting zone and a gradient elu- 
tion due to the gradual equilibration of the column from 
50% to 70% acetonitrile. 

Two separations were performed - one with the 
zone narrowing and gradient elution, and a control run 
with neither. The capillary in both cases had internal 
diameter of 75 microns and an effective length of 160 
mm, and in both cases the same sample described in 
Example 1 (without the B 12 ) was used with an applied 
voltage of 3.0 kV. 

In the control run, the running buffer contained 60% 
acetonitrile (by volume) in 4 mM phosphate buffer at pH 
7.4. The resulting chromatogram is shown in FIG. 3a, 
where the peaks are numbered as indicated in Example 
2. In the test run, the mobile phase at the start of the 
separation was 50% acetonitrile in 4 mM phosphate 
buffer at pH 7.4, and was replaced after six minutes with 
70% acetonitrile in 4 mM phosphate buffer at pH 7.4. 
The chromatogram is shown in FIG. 3b. A comparison 
of the two chromatograms shows that the combination 
of zone sharpening and gradient elution in FIG. 3a 
results in peaks of lesser width and consequently 
greater resolution compared to FIG. 3b. 

EXAMPLE 4 

This example illustrates how resolution can be 
improved by the inclusion of sodium dodecyl sulfate 
(SDS) in the mobile phase, at a concentration below its 
critical micelle concentration. The SDS was included in 
the expectation that the hydrophobic dodecyl group on 
the SDS molecule would interact with the stationary C 18 
group on the continuous bed, increasing both the ligand 
density and charge on the bed, to result In an increase 
in the partition of the solutes and consequently an 
improvement In the resolution. 

A column prepared as described in Example 1 was 
used (except with an effective length of 100 mm rather 



than 160 mm), with the same sample (without B 12 ), 
mobile phase, and applied voltage. One separation was 
performed in this manner, and a parallel separation was 
performed with the additional inclusion of 1.0 mM SDS 

5 in the mobile phase. 

The chromatogram obtained with SDS is shown in 
FIG. 4a, white the chromatogram obtained without SDS 
is shown in FIG. 4b. Comparison indicates that the 
presence of SDS improved resolution so much that a 

10 baseline separation was achieved on a column only 100 
mm in effective length. 

EXAMPLE 5 

75 This example illustrates the use of a particularly 
narrow capillary with an internal diameter of 25 microns, 
and a higher field strength at 10.0 kV, permitted by the 
greater dissipation of joule heating due to the narrow 
capillary. The capillary had an effective length of 175 

20 mm. All other conditions were the same as those 
described in Example 1 (without B 12 ). 

The results are shown in the chromatogram of FIG. 
5. The chromatogram shows that the analysis time was 
reduced from about 20 minutes to about 5 minutes, 

25 when compared to the analysis shown in FIG. 3a where 
the conditions were identical except for the capillary 
size, with no increase in thermal broadening. 

EXAMPLE 6 

30 

This example illustrates the use of a continuous bed 
in which the alkyl functional groups are short (n-butyl) 
carbon chains. 

A monomer mixture identical to that of Example 1 

35 was prepared, except that 20 uL of n-butylmethacrytate 
was used In place of the stearyimethacrylata The mix- 
ture was polymerized in a capillary in the same manner 
described in Example 1 , except that the capillary was 75 
microns inner diameter. The same sample (without B 12 ) 

40 was used, as were the same running buffer and applied 
vdtaga 

The separation resulted in the chromatogram 
shown in FIG. 6. Comparing this chromatogram with 
those of 3a, 3b, 4a, 4b, and 5 shows that the peak res- 
45 olution is approximately the same, but the order of elu- 
tion between naphthalene and 2-methyl naphthalene is 
reversed. 

The foregoing ts offered primarily for purposes of 
illustration, ft will be readily apparent to those skilled in 
so the art that the materials, proportions, procedural steps 
and other parameters of the process described herein 
may be further modified or substituted in various ways 
without departing from the spirit and scope of the inven- 
tion. 

55 

Claims 

1. A process lor the preparation of a separation 
medium for reversed-phase - chromatography, 
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comprising: 

(a) forming a mixture comprising the following 
components: 

(i) a water-soluble monomer selected from 

the group consisting of vinyl, acrylic and 

methacrytlc monomers, 

(if) a crossfinWng agent 

(iS) an alkyl methacrytate, the alkyt group 

having 3 to 30 carbon atoms, and 

fiv) a detergent 



trimethylammoniomethyl methacrytate chloride, 
dlethylaminoethyl acrylate. and dimethyl diallyl 
ammonium chloride. 



in an aqueous medium; and 

(b) polymerizing components (i). 00 and (iii) in is 

said mixture in a one-step reaction. 



2. A process in accordance with claim 1 in which the 
sum of the weight percents of components (Q, (ii) 
and (iii) in said mixture fs from about 2% to about 20 
50%, and the mole fraction of said crosslinking 
agent relative to the sum of components (0, (ii) and 

OS) is from about 0.10 to about 0.70. 

3. A process in accordance with claim 1 in which said 25 
alkyl methacrytate is present at a mole fraction of 
from about 0.003 to about 0.300 relative to the total 

of components (0. (ii) and (iii)- 

4. A process in accordance with claim 1 in which said 30 
detergent is present at a mole ratio of from about 
0.03 to about 3.0 relative to said alkyl methacrylate. 

5. A process in accordance with claim 1 in which said 
detergent is an ethaxylated alkylphenol. 35 

6. A process in accordance with claim 1 in which said 
alkyl methacrylate is n-butyl methacrylate or stearyl 
methacrylate. 

40 

7. A process in accordance with claim 1 further com- 
prising drawing said mixture into a capillary prior to 
step (b), and in which step (b) is performed inside 
said capillary. 

45 

8. A process in accordance with claim 1 in which said 
mixture further comprises (v) a water-soluble mon- 
omer having a terminal vinyl group and a charged 
group. 

so 

9. A process in accordance with claim 8 in which com- 
ponent (v) is a member selected from the group 
consisting of vinyl sulfonic acid, acrylic acid, meth- 
acrylic acid, 2-acrylamidogIycoIic acid, and 2-acry- 
lamido-2-methyt-1 -propanesuttonic acid. 55 

10. A process in accordance with claim 8 in which com- 
ponent (v) is a member selected from the group 
consisting of dmethytaminoethyl methacrylate, 2- 
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